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HIGHLV ORIENTED MBSOPH^B PITCH-B^ED GRAPHITE TAPE AM> BULK 
CARBON MATERIAL 

The presen. invention relate, to a method for P-^-"'-^ 
highly oriented me.ophase pitch-based tapes and to a .aethod 
for producing highly oriented hul. carhon .naterials ro» the 
highly oriented mesophase pitch-based tapes, and to the 
ta^es and the >.ul. carbon materials per se and to co^osxte 
materials that contain continuous or discontinuous tapes. 

The graphite crystal is rendered highly anisotropic by its 
structure which is con^osed of stacks of sheet-lilce layers 
of carbon atoms (graphene layers) . In the plane of the 
sheets, the carbon atoms are covalently bonded by sp 
hybridisation of the electron orbitals. These layer planes 
are weakly held together by weak Van Der „aals-type forces. 
Theoretically graphite has exceptionally high elastic 
modulus (1060GPa) and it also displays extremely hxgh 
thermal conductivity along the basal plane (significantly 
higher than that of most conductive metals such " 
and Silver, even higher in specific terms,. It fol ows that 
in an article made of perfectly aligned graphene planes the 
material would have extremely high tensile elastic modulus 
in the basal plane directions since the load would be 
opposed by the covalent bonds themselves. 

There are no artificial bulk carbon and graphite materials 
available with properties equivalent to those of the 
graphite crystal. However, there are carbon and graphite 
materials which have realised a fraction of these 
properties. An extremely wide range of properties may be 
engineered in carbon materials which may be produced from 
variety of precursors through different processing routes. 
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Carbon materials are widely used and play an essential role 
in aerospace, nuclear, metallurgical, chemical, mechanical 
and electrical applications. 

Bulk carbon and graphite materials (such as electrodes used 
for steel making and anodes for the aluminium industry) are 
produced from carbonaceous filler particles (cokes, graphite 
or carbon black) combined with a pitch binder. The raw 
materials are mixed to ensure even distribution of the 
binder and then formed by extrusion or moulding. The bulk 
product is calcined and the pitch binder decomposes to 
carbon. A high temperature of >2500°C is required to convert 
the carbon to graphite. At this stage the graphite bulk 
density is of the order of -1.7 Mgm- with a porosity in the 
region of -25%. Thus the fabrication process usually 
requires lengthy, multiple pitch impregnation and pyrolysis 
cycles to reduce the porosity. 

The properties of the filler coke particles and pitch binder 
as well as the processing conditions strongly influence the 
properties of the final bulk graphite artefacts. Coke 
particles may show preferred orientation along the extrusion 
direction which is particularly true if anisotropic or 
"needle" cokes are used giving an electrode with anisotropic 
properties. The properties of carbon and graphite materials 
produced in this way are complicated by the anisotropic 
nature of the crystallites but (generally speaking) they are 
porous and of low strength. The bulk anisotropic properties 
are dependent on the size and arrangement of crystallites 
within the structure. 



The cokes used in this process are often produced froi 
petroleum pitches. During pyrolysis most pitches pass 
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through a discotic nematic liquid crystal phase when the 
polyaromatic molecules align in domains. This is an 
essential stage in the formation of graphitising carbon from 
such precursors. It is known as the carbonaceous mesophase 
and has been exploited to produce advanced carbon and 
graphite fibres and composites. 

carbonaceous mesophase may be formed in complex polycyclic 
aromatic hydrocarbon mixtures such as petroleum or coal tar 
pitches when heated within the temperature range 350-500°C 
[Brooks et al (1965) . Carbon 3, p 185] . In the early stages 
of the transformation, mesophase precipitates from the 
pyrolysing matrix as small spheres. According to the Brooks- 
Taylor model, within the central region the mesophase layers 
lie parallel to define the polar diameter but curve to meet 
the interface with the pitch matrix at a high angle. As 
pyrolysis proceeds, these mesophase spheres grow and 
coalesce to larger spheres. Coalesced mesophase spheres show 
more complicated extinction patterns than the spheres which 
first appear (see Figure 1) . As pyrolysis continues, the 
coalescence proceeds and eventually the material becomes 
entirely or substantially converted to the mesophase state. 

certain mesophase pitches can be formed into fibres through 
- melt spinning. The mesophase pitch melt is usually extruded 
through a multiple-hole spinneret. The extrudates are draw 
down as they cool and eventually solidify to form the 
fibres. When molten mesophase pitch is forced through the 
spinneret, the planar polyaromatic molecules are lined up in 
the flow direction. The alignment is further improved 
during the fibre drawdown. Hence, the polyaromatic molecules 
are aligned more or less parallel to the fibre axis in the 
"as -spun" fibres and thereby producing fibres with 
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exceptional stiffness after carbonisation and 
graphitisation. For a given pitch, the spinning conditions 
have a strong impact on the degree of preferred orientation 
of "as-spun" fibres which is higher when the spinning 
viscosity is low. It has been suggested that mesophase 
pitch-based fibres of larger diameter produced from lower 
viscosity precursors have a higher degree of preferred 
orientation. The fibres of smaller diameter cool more 
rapidly during the elongation process thereby inheriting a 
lower degree of preferred orientation as disordered states 
at higher temperature are locked in. 

In order to retain the fibre shape and the preferred 
orientation of mesophase molecules induced during spinning, 
"as-spun" fibres must be stabilised to render them infusible 
before further heat treatment. Stabilisation is normally 
achieved through oxidation in which the "as-spun" fibres are 
heated in an oxygen- containing atmosphere to temperatures 
between 200 and 350°C for a period of time sufficient to 
prevent fibres deforming and/or sticking during 
carbonisation. The stabilisation step can have a 
significant impact on the microstructure as well as the 
mechanical strength of the finished fibres. Two kinds of 
chemical reactions take place simultaneously during 
stabilisation. The first is oxygen uptake into the fibre 
constituents and the second is the evolution of volatile 
organic vapours and oxygen- containing gases. The weight gain 
is rapid in the early stages of oxidation but decreases with 
prolonged exposure. The amount of oxygen uptake is critical. 
It must be adequate to preclude interfusion of fibres yet 
low enough not to disrupt the fibre structure when it is 
eventually expelled as CO and CO, during carbonisation. An 
oxygen uptake of 6 to 7 wt% is known to be adequate for 
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stabilisation. The oxygen absorbed by the fibre forms 
oxygen-containing functional groups that may cross -Ixnk and 
preserve the axial preferred orientation of the fibre during 
carbonisation and reduce the solubility of the fibre 
constituents . 

stabilised pitch fibres are infusible. They have poor 
mechanical properties, are fragile and difficult to handle, 
carbonisation of the stabilised fibres is required to 
convert the molecular solid into a paracrystalline carbon 
state. Graphitisation at temperatures above 2000°C is a 
further option and is known to confer exceptional 
properties. Graphitisation involves the development of 
graphitic order in the fibres. The highly oriented structure 
of the "as-spun" fibres is enhanced in the carbonised state 
provided that they have been sufficiently well oxidised 
prior to carbonisation. Increasing the final heat treatment 
temperature brings about an increase in crystallite size and 
perfection and in the degree of preferred orientation of 
layer planes along the fibre axis thereby resulting in an 
improvement in mechanical and other properties. 

The mechanical properties of pitch-based carbon fibres 
produced by BP-Amoco are listed in Table 1 [BP-Amoco data 
sheet! m the extreme cases, these mesophase pitch-based 
carbon fibres may display a high modulus which is very close 
to the theoretical value of single crystalline graphite. 

Table 1. properties of some highly oriented BP-Amoco pitch- 
based carbon fibres 
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Fibres 


Diameter 
/itn 


Tensile 

strength 

GPa 


Young ' s 
modulus 
GPa 


Elongation 
to failure 
% 


Mgm"2 


Thermal 
Conductivity 


P120S 


10 


2.41 


827 


0.3 


2.17 


640 


KllOO 


10 


3.10 


965 




2.20 


900-1000 



carbon fibres may have excellent mechanical and transport 
properties but only in one direction. For effective use in 
composites they are combined in woven structures to gxve 
two, three and multi-directional properties. The formatxon 
of complete woven structures is an additional cost in the 
production of high performance composites. 

The need for materials capable of withstanding the 
tremendous thermal erosion and thermal shock experienced by 
spacecraft and rockets has led directly to the development 
of carbon-carbon composites. A carbon-carbon composite xs a 
carbon fibre -reinforced carbon matrix material. Carbon 
fibres are produced from a variety of precursors including 
pitch, polyacrylonitrile (PAN), rayon and organic vapours. 
The carbon matrix phase is typically formed by solid, 
liquid, or gaseous-phase pyrolysis of an organic precursor 
material. Carbon-carbon composites seek to combine the high 
strength, stiffness and toughness of carbon fibre with the 
excellent thermomechanical properties of bulk polygranular 
carbons. There are two main methods of formation of the 
carbon matrix, namely (1) chemical vapour deposition from a 
hydrocarbon gas (CVD) or (2) carbonisation of a carbonaceous 
resin or pitch. 

The variety of structures displayed by carbon fibres and 
carbon matrices give the composite a broad range of 
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properties (mechanical and physical) . In addition, the 
interaction between the carbon fibres and the matrix carbons 
plays an important role in determining the properties of the 
composite. Properties of carbon-carbon composites that make 
them attractive substitutes for other structural materials 
(such as metals and alloys) include high specific strength 
and stiffness, high temperature strength, high corrosion 
resistance, low thermal expansion, good friction and wear 
properties and high thermal and electrical conductivity. The 
use of these high performance materials has been developed 
in areas as diverse as integrated rocket throat nozzles, 
nosecones, aircraft brakes, structural materials in the 
aerospace industry, molten glass handling and biomedical 
implants . 

The very high thermal conductivity of mesophase pitch-based 
carbon fibres is due to a highly oriented graphite 
crystalline structure along the fibre axis. The thermal 
conductivity of the mesophase pitch-based carbon fibre 
Thornel K-llOO is 900-lOOOWm-^K-^ which is more than twice 
that of copper or 10 times in specific terms. One high 
profile application of mesophase pitch-based carbon fibre 
reinforced composites is their use as thermal management 
materials such as satellite radiators and electronic 
packagings. Perceived new widespread applications such as 
heat sinks leads to a need for improved materials and new 
production methods . 

As mentioned hereinbefore, the low mechanical and poor 
transport properties of polygranular materials are 
attributable to the high porosity and almost random 
orientation of the crystallites. An approach that reduces 
porosity is the method of producing so-called "sintered" 
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carbons, although the random orientation of crystallites 
still pervades. 

Sintered carbons can be made by grinding a mesophase pitch 
into particles, forming the ground particles into desired 
shape and finally heating the shaped article to carbonise 
it. This ground mesophase has to be stabilised to a certain 
degree or otherwise treated to control its thermoplasticity ; 
too little thermoplasticity and the powder becomes 
iindeformable and yields low green densities, too much 
thermoplasticity and the powder becomes too fluid and 
^bloats' . The intrinsic density of the powder increases 
progressively with heat treatment through to graphitisation 
temperatures. The particle shrinkage is due to the decrease 
in its inter-basal plane spacing (doo^) which approaches that 
of graphite crystal. Thus to produce high-density, high 
strength carbons the shrinkage of the bulk material must be 
matched by the shrinkage of the particles to avoid the 
formation of pores. Although high strength high-density bulk 
materials can be produced, they still have isotropic 
properties due to a lack of preferred orientation of the 
crystallites . 

Similar to the production of sintered carbon, highly 
oriented bulk carbon materials can be produced by pressing 
mesophase pitch-based fibres. This has been adopted in the 
so-called self -reinforcing method by pressing the as -spun 
mesophase pitch fibres into panels before thermosetting and 
further heat treatment [Barr et al, 22th Biennial Conf . on 
Carbon, 1995, p. 32] . BP-Amoco Performance Products Inc. 
recently developed a family of self -reinforced panels 
(ThermalGraph'') from as-spun mesophase pitch fibres (average 
diameter -lO/xm) . The high thermal conductivity of mesophase 



PCT/GBOO/02363 

WO 01/02632 

-9- 

pitch-based carbon fibres is attributable to the extended 
graphitic crystalline structure oriented along the fibre 
axis. However the extension of the "graphitic layer 
structures normal to the fibre axis is constrained by the 
geometric size of the fibres. Interfibre porosity is 
present in ThermalGraph^ A further disadvantage is that the 
high thermal conductivity can only be achieved in one 
direction due to the unidirectional orientation of the 
fibrous components. Bidirectional properties are difficult 
to achieve by simply aligning the fibres in two directions 
because of the circular geometry of the fibres. 

Mesophase pitch-based carbon fibres may have different 
transverse textures which are evident under a scanning 
electron microscope. Schematic drawings of the transverse 
textures commonly found in circular mesophase pitch-based 
carbon fibres are shown in Figure 2. The radial structure 
is the most commonly foxind transverse texture. It is 
believed that the transverse texture is "set in" during the 
extrusion of mesophase pitch through the spinneret and is 
preserved by stabilisation. There have been many attempts to 
produce noncircular fibres such as C- shaped, trilobal and 
rectangular ribbons. The desire to produce non-circular 
carbon fibres is driven by the readiness for stabilisation 
of such fibres (compared with round fibres with equivalent 
cross -sectional area) because non- circular fibres can have 
shorter oxygen diffusion distance from the surface. In 
addition, they tend to have better mechanical properties. 
However, cross-sectional areas of these fibres are still 
relatively small and the subject has been hindered by an 
insufficient understanding of microstructural control and 
numerous technical problems [Edie at al , Carbon, 1994, 32, 
1045; Edie et al. Carbon, 1993, 31, 941; Robinson et al , 
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Carhon, 1996, 34, 13; Edie et al , High Temperatures -High 
Pressures, 1990, 22, 289; Mochida et al, J. Mater. Sci., 
1993, 28, 2331; and Stoner et al, High Temperatures -High 
Pressures, 1990, 22, 299] . 

Ribbon fibres can be beneficial for making a bidirectional 
arrangement and are suitable for thermal management 
applications due to their structure which has high thermal 
conductivity compared with circular fibres. However known 
ribbon fibres have small transverse areas and the layer 
structures which allow graphite growth are constrained. 
Ribbon fibres developed by Edie et al and Mochida et al 
(supra) have small cross- sectional areas. Although different 
transverse textures are known for circular mesophase pitch- 
based carbon fibres (radial, onion-skin, flat-layer, radial- 
folded and random - see Figure 2) , only line-origin texture 
has been reported for ribbon fibres. Edie et al used slot 
dies to produce ribbon fibres (see Figure 2) . The largest 
aspect ratio adopted was 9. 

The present invention is based on the recognition that when 
the aspect ratio of the die slot is increased above 
conventional levels, the molecular orientation in the 
extruded and drawn tape undergoes a transition that is a 
function of shear rate. The invention represents an 
efficient method for producing carbon materials for inter 
alia thermal management applications and potentially has 
enormous commercial value. 

Thus viewed from one aspect the present invention provides a 
method for preparing mesophase pitch-based tape comprising: 
extruding mesophase pitch through a slot shaped die (egr a 



PCT/GBOO/02363 

WO 01/02632 

-11- 

rectangular die) with an aspect ratio of 10 or more and 
drawing at a draw ratio greater than 5. 

The method of the invention permits preparation of wider 
tapes (or sheets) having enhanced properties in directions 
parallel to the plane and over a wider area. Conventional 
fibre structures may be replaced with tapes (or sheets) of 
the invention in the manufacture of polymer matrix 
composites or carbon matrix composites or metal matrix 
composites . 

in a preferred embodiment of the method of the invention, 
the mesophase pitch-based tape is subjected to an elevated 
temperature. For example, the mesophase pitch-based tape may 
be carbonised to carbon tape or graphitised to graphite 
tape. 

Preferably the mesophase pitch-based tape is stabilised in a 
stabilisation step (eg oxidatively stabilised) . Particularly 
preferably, stabilisation is followed by heat treatment at 
an elevated temperature (eg at a temperature above 400°C) . 

Preferably the aspect ratio of the die is 20 or more, 
particularly preferably 3 0 or more, more preferably 4 0 or 
more, more especially preferably about 50 or more, even more 
especially preferably 60 or more, yet even more especially 
preferably 70 or more (eg about 80) . 

By carefully controlling the shear rate and draw ratio, 
mesophase pitch-based tape may be produced in which the 
planar molecules predominantly arrange either parallel to 
the major tape surface or perpendicular to the major tape 
surface. For a die of aspect ratio greater than 10, a lower 
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shear rate is generally required to produce a tape in which 
the planar molecules arrange mainly parallel to the major 
tape surface. Conversely, a higher shear- rate in the die is 
generally required to produce a tape in which the planar 
molecules arrange mainly perpendicular to the major tape 
surface. 

The term shear rate as used herein is defined as: 

Shear rate at the wall = {4Q) / (nr^) 

(where Q is the volumetric flow rate and r is the hydraulic 
radius which for a slot-shaped die = 2 (area) /perimeter) . 

Typically the shear rate in the die is in the range 1700 to 
330003-^ Preferably the shear rate in the die is in the 
range 1700 to SOOOs'^ Preferably the shear rate in the die 
is in the range 5000 to 33000s-'. 

For example, for a given mesophase pitch (eg ARA 24) using a 
die of aspect ratio 50, a tape in which the planar molecules 
arrange mainly parallel to the major tape surface may be 
produced using a shear rate in the range 1900 to 4000s- (for 
example 1961S-\ 20173^, 2178s-, 2338s-, 2599s-, 2684s-, 
3150S-, 3273S-, 3363s- or 3830s-) . For the same mesophase 
pitch using a die of aspect ratio 50, a tape in which the 
planar molecules arrange mainly perpendicular to the major 
tape surface may be produced using a shear rate in the range 
5400 to 11100s- (for example 5405s-, 5463s-, 8053s-, 88283" 
\ 8881S-, 9126s-, 9864S-, 10953s-, 11084s- or 32921s-). For 
the same mesophase pitch using a die of aspect ratio 80, a 
tape in which the planar molecules arrange mainly parallel 
to the major tape surface may be produced using a shear rate 



PCT/GBOO/02363 

WO 01/02632 

-13- 

in the range 1700 to 49003"^ (for example 1758s-\ 2eQQs-\ 
31893-^ or 4828S-M - For the same mesophase pitch, using a die 
of aspect ratio 80, a tape in which the planar molecules 
arrange mainly perpendicular to the major tape surface may 
be produced using a shear rate in the range 6600 to 12600s- 
(for example 6617S-S 6991s-^ or 12585s-^) . 

By way of example, a die with an aspect ratio of 50 has been 
used to produce highly oriented continuous mesophase pitch- 
based tapes which have novel flat-layer transverse texture 
and a cross- sectional area about 100 times greater than 
conventional mesophase pitch-based carbon fibres . In 
addition, the tape maintains excellent mechanical 
properties. The tensile strength of the carbonised mesophase 
pitch-based tape with a cross-sectional area of 5000 (Mm) =^ is 
of the order of IGPa. This transverse area is equivalent to 
that of a circular fibre with a diameter of SO/im. Such a 
circular fibre would take several days to stabilise and once 
carbonised would only have a tensile strength of the order 
of 0.2GPa due to the presence of defects. The electrical 
resistivity of 2700°C heat-treated mesophase pitch-based tape 
with cross-sectional area ~8000(Mm)" is ~1.2MQtn. This is 
equivalent to that of the most thermally conductive known 
mesophase pitch-based carbon fibres KllOO which have been 
heat treated to >3000°C. This suggests that the novel 
mesophase pitch-based tape of the invention may have lower 
electrical resistivity when heat-treated to >3000°C. The 
measured electrical resistivity indicates that high thermal 
conductivity is expected in accordance with Lavin et al, 
Carhon, 1993, 31, 1001 (see Figure 3). 

Viewed from a further aspect the present invention provides 
a mesophase pitch-based tape (or sheet) obtainable by 
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extruding mesophase pitch through a slot -shaped die with an 
aspect ratio of 10 or more, preferably 2 0 or more, 
particularly preferably 3 0 or more, more preferably 4 0 or 
more, more especially preferably about 50 or more, even more 
especially preferably 60 or more, yet even more especially 
preferably 70 or more (eg about 80) . The draw ratio should 
be greater than 5. 

The mesophase pitch-based tape of the invention can have 
novel orientation with graphite basal planes parallel to the 
major surface of the tape. This is beneficial to the 
development of extended graphitic plane structure. The tape 
may have two-dimensional graphitic properties due to the 
extended layer structure. 

Preferably the mesophase pitch-based tape comprises a flat 
layer transverse texture. 

Preferably the mesophase pitch-based tape comprises graphite 
basal planes parallel to the major surface of the tape. 

In a preferred embodiment, the mesophase pitch based tape of 
the invention has an extended planar graphitic structure. 

In a preferred embodiment, the tape is wound to make pipes 
or bars. 

In a preferred embodiment, the tape is laminated with one or 
more ceramic materials as interlayers to give oxidation 
resistance at high temperatures. 



In a preferred embodiment, the tape is formed into a 
honeycomb structure. 
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In a preferred embodiment, the tape or sheet of flat- layer 
transverse texture is laminated with fibre, ribbon, tape or 
sheet of line-origin transverse texture or any other 
material to control the thermomechanical properties, 
transport properties and resistance to oxidation. 

In a preferred embodiment, the mesophase pitch-based tape is 
mixed with stabilised tapes from oxidation resistant 
material [see for example: Lu et al. Journal of Mater Sci, 
34, 571-578, 1999] to produce oxidation resistant bulk 
carbon material . 

Viewed from a yet further aspect the present invention 
provides a process for preparing bulk carbon material, said 
process comprising: 

processing a mesophase pitch-based tape as hereinbefore 
defined. 

The process advantageously comprises the additional step of 
carbonising to carbonised bulk material or graphitising to 
graphitised bulk material. 

In a preferred embodiment of the process of the invention, 
the processing step comprises: laminating or pressing the 
mesophase pitch-based tape. 

Pressing is preferred and may be conducted at a carefully 
chosen pressures for a suitable length of time. By 
controlling the pressure used during pressing, it is 
possible to produce a range of bulk carbon materials with 
different thermal and mechanical properties. Typically 
pressing may be carried out a pressure of about 15-3 5MPa at 
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an elevated temperature (eg about 400°C) for an extended 
period of time (egr about 2 hours) . 

Preferably, the mesophase pitch-based tapes are stabilised 
(eg oxidatively stabilised) prior to pressing. 

The process of the invention produces a high density bulk 
carbon material without any need for liquid phase 
impregnation or vapour phase infiltration. 

Viewed from a further aspect the present invention provides 
a bulk carbon material obtainable by processing a mesophase 
pitch-based tape as hereinbefore defined. 

In accordance with the invention, the highly oriented 
mesophase pitch-based graphite (HOMG) tapes and the bulk 
HOMG carbon materials have superior properties due to the 
two-dimensional extensive planar graphitic structure of the 
tapes and higher density of the final bulk product. Due to 
the high degree of orientation of the mesophase pitch-based 
tape, the bulk carbon (eg graphite material) is expected to 
have excellent transport properties. 

The bulk carbon materials of the invention can be utilised 
in the aerospace, nuclear, metallurgical, chemical, 
mechanical, electronic and electrical industry. In 
particular, they are best suited in areas where heat 
generation limits efficiency or leads to component failure 
such as in high power electronic devices, high energy 
friction and braking systems, propulsion and energy 
generation equipment, as well as processing equipment 
operating in corrosive environments. The low production 
costs of the method and process of the invention will assist 
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widespread applications in these thermal management areas. 
Manufacturers will benefit from cheaper production cost and 
high performance products and user will benefit from 
improved devices with greater thermal properties and 
reliability. 

The invention has been and will now be described in a non- 
limitative sense with reference to the Example and the 
accompanying Figures in which: 

Figure 1: Schematic illustration of mesophase spheres 
coalescing to a larger sphere; 

Figure 2: Schematic illustration of the transverse textures 
of various pitch-based carbon fibres (a) radial (b) onion 
skin (c) random (d) flat layer (e) line-origin ribbon fibre; 
Figure 3: Relationship between electrical resistivity and 
thermal conductivity of mesophase pitch-based carbon fibres 
(Lavin et al, Carbon, 1993, 31, 1001); 

Figure 4: A flow diagram representing the route to graphite 
tape and its bulk material; 

Figure 5: Texture of typical carbon tape; and 

Figure 6: Schematic illustrations of bulk carbon material 

from tapes and circular fibres. 



Example 1 

An embodiment of the method of the invention for producing 
mesophase pitch-based tapes is outlined schematically in 
Figure 4. A commercial mesophase pitch ARA24 (100% 
anisotropic content, softening point 23 7°C), was used to 
prepare pitch tapes. The spinning precursor was formed into 
tape by a bench-scale melt -extrusion system at a temperature 
of 290°C through slit-shaped dies and drawing the extrudate . 
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The molten mesophase pitch was forced through the die by 
nitrogen gas. Three dies were used with rectangular slot 
dimensions of 0.14mm x 2.4mm, 0.1mm x 5 mm, and 0.1 mm x 8mm 
respectively. The depth of the slot is 0.5mm. Upon exiting 
the slot dies, the tapes were draw down and collected under 
ambient conditions on a variable speed winder. The draw 
ratio is defined as the thickness of the slot (egr 0.14 tran or 
0.1 mm) divided by the thickness of the as-spun pitch tape 
prior to further treatment. The cross-sectional area of the 
tape was varied with the aspect ratio of the dies, shear 
rate and winding speed. 

The mesophase pitch-based tape was produced using a die of 
aspect ratio 50 at a shear rate of 2338s"^ (spinning 
temperature 2 90°C, pressure 8 bar) . The shear rate in the 
slot die is defined as the product of four times the volume 
flow rate (cmVsec) divided by the product of n times the 
cube of the hydraulic radius (cm) of the slot die. The 
hydraulic radius of the slot die is defined as the product 
of two times the cross -sectional area of the slot die (cm^) 
divided by the perimeter of the slot die (cm) . 

The as-spun tape was oxidatively stabilised in air or oxygen 
at a temperature below 3 0 0°C producing a weight gain of 8-10% 
and then carbonised at 1000°C under nitrogen atmosphere. Some 
carbon tapes were further heat-treated at a higher 
temperature eg 2700°C. 

The parallel sheet-like texture of carbon tapes is evident 
under the optical microscope and scanning electron 
microscope. This texture has been confirmed by results of X- 
ray diffraction (XRD) texture scan. The 10 0 0°C heat-treated 
carbon tape is highly flexible with a transverse area 
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comparable to a combined transverse area of 100-200 
conventional mesophase pitch-based carbon fibres. The carbon 
tape can be coiled into a sample vial with internal diameter 
of 20 mm. This carbon tape is also strong with a tensile 
strength of the order of iGPa. After graphitisation at 
2700°C, it shows unusual fracture behaviour with evidence of 
progressive failure and sliding of layers. Together with the 
highly irregular and fibrillar tensile fracture surface, 
this indicates that the tape has significant fracture 
toughness. This is believed to be due to the predominantly 
planar orientation of the structure combined with limited 
regions of locally misoriented structure that deflect the 
crack path and so hinder crack propagation. The ultimate 
strength was around 2GPa and the initial Young modulus is of 
the order of SOOGPa. 

The HOMG tape (HTT 2700°C) has an average electrical 
resistivity of 1..2nQm equivalent to the value of KllOO that 
has been heat treated at a much higher temperature (>3000°C) . 
This suggests that the HOMG tape can have a thermal 
conductivity value equivalent to KllOQ if the inverse 
relationship between electrical resistivity and thermal 
conductivity for mesophase pitch-based carbon fibres is 
still valid for carbon tape {Fig. 3). The Raman spectrum and 
XRD profile demonstrate the highly graphitic structure of 
the HOMG tape. 

Example 2 



For the same mesophase pitch, using a die of aspect ratio 50 
and a shear rate of eg 1961S-S 2017s-\ 2178s-\ 2599s-S 
2684s-\ 3150s-\ 3273s-\ 33633"^ or 3830s-\ tapes in which 
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the planar molecules arrange predominantly parallel to the 
major tape surface were produced. 

Example 3 

For the same mesophase pitch, using a die of aspect ratio 
50, and a shear rate in the die of eg 5405s-\ 5463s-^ 8053s- 
\ 8828s-\ 8881S-S 9126s-\ 9864s-', 10953S-S 11084s-' or 
32921s-', tapes in which the planar molecules arrange 
predominantly perpendicular to the major tape surface were 
produced . 

Example 4 

For the same mesophase pitch, using a die of aspect ratio 8 0 
and a shear rate of eg 1758s-', 26888"', 31898"', 4828s-', tapes 
in which the planar molecules arrange mainly parallel to the 
major tape surface were produced. 



Example 5 



For the same mesophase pitch, using a die of aspect ratio 80 
and a shear rate of eg 66178"', 69918"' or 12 5858-', tapes in 
which the planar molecules arrange mainly perpendicular to 
the major tape surface were produced. 



Example 6 

Mesophase pitch was melt extruded from a rectangular die 
with an aspect ratio of 50 and continuously woiond on to 
carbon felt which was fastened on a roller. The as -spun 
tapes were oxidatively stabilised and then cut into desired 
length. The tapes were loaded into a rectangular mould along 
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one direction and compacted under hot press with a ram 
pressure of 5-10 ton at a temperature of 400°C for 2 hours 
(see Fig. 6). These tapes softened under the effect of 
pressure and temperature and fuse together. However, the 
preferred orientation induced during extrusion and winding 
was retained. The bulk material was removed from the mould 
and heat treated under inert atmosphere to convert it into 
bulk carbon material. 

For comparison, a circular fibre was used to make a similar 
bulk material. A schematic diagram of the various materials 
is shown in Figure 6. After carbonisation, the bulk carbon 
material from circular fibres cracked into a few pieces. 
However the bulk carbon material from a tape of the 
invention maintained integrity with no obvious cracks 
developed on the surfaces. This is attributable to the 
circular fibre structural constraints which inhibit 
shrinkage while the parallel nature of the layer planes in 
the tapes allows shrinkage and dissipation of such stresses. 

The advantage of pressing stabilised tapes into desired 
shape is that the size of bulk materials is not limited by 
the subsecjuent stabilisation process as in Amoco' s method. 
Additionally the tapes may be pressed at higher pressure to 
achieve higher bulk density of the order of 1.8 Mgm- . For 
example, after carbonisation at 1000°C, the bulk carbon 
material has an apparent density of the order of 1.9 Mgm- 
and the tapes are closely bonded together with little xnter- 
tape porosity. The bulk carbon material has preferred 
orientation of layer structure parallel to the main bulk 
carbon surface. The pressure used for formation of the bulk 
materials must be carefully controlled so as not to destroy 
the individual tape to ensure high strength of the bulk 
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material. The bulk carbon materials obtained from tapes have 
higher density than those from circular fibres due to the 
lower porosity. This leads to a self -reinforced carbon 
material with two-dimensional ultra-high thermal 
conductivity at considerably reduced production cost. 
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CLAIMS 

1. A method for preparing mesophase pitch-based tape 
comprising : 

extruding mesophase pitch through a slot- shaped die with 
an aspect ratio of 10 or more and drawing at a draw ratio 
greater than 5. 

2. A method as claimed in claim 1 comprising: stabilising 
the mesophase pitch-based tape. 

3. A method as claimed in claim 1 or 2 comprising: 
oxidatively stabilising the mesophase pitch-based tape. 

4. A method as claimed in any preceding claim wherein the 
planar molecules arrange mainly parallel to the major 
surface of the mesophase pitch-based tape. 

5. A method as claimed in any of claims 1 to 3 wherein the 
planar molecules arrange mainly perpendicular to the major 
surface of the mesophase pitch-based tape. 

6. A method as claimed in any preceding claim wherein the 
mesophase pitch based tape is subjected to an elevated 
temperature . 

7. A method as claimed in any preceding claim wherein the 
aspect ratio of the die is 20 or more, particularly 
preferably 30 or more, more preferably 40 or more, more 
especially preferably about 50 or more, even more especially 
preferably 60 or more, yet even more especially preferably 
70 or more. 
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8. A method as claimed in any preceding claim further 
comprising the step of carbonisation or graphitisation . 

9. A method as claimed in any preceding claim wherein the 
shear rate in the die is lOOOs"^ or more. 

10. A method as claimed in claim 9 wherein the shear rate 
in the die is in the range 1000 to 33000s-^ 

11. A method as claimed in either of claims 9 or 10 wherein 
the shear rate in the die is in the range 1000 to 5000s-. 

12 A method as claimed in any of claims 1 to 10 wherein 
the shear rate in the die is in the range 5000 to 33000s-. 

13 A method as claimed in claim 9 wherein the die has an 
aspect ratio of about 50 and the shear rate is in the range 
5400 to 11100s-. 

14. A method as claimed in claim 9 wherein the die has an 
aspect ratio of about 50 and the shear rate is in the range 
1900 to 4000s- 

15. A method as claimed in claim 9 wherein the die has an 
aspect ratio of about 80 and the shear rate is in the range 
1700 to 4900s-. 

16 A method as claimed in claim 9 wherein the die has an 
aspect ratio of about 80 and the shear rate is in the range 
6600 to 12600s-. 

17. A method as claimed in any preceding claim wherein the 
draw ratio is greater than 10. 
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18. A method as claimed in any preceding claim wherein the 
tape is of flat-layer transverse texture, said method 
further comprising: laminating the tape with a material 
capable of controlling the thermomechanical properties, 
transport properties or resistace to oxidation of the tape. 

19. A method as claimed in claim 18 wherein the material is 
selected from the group consisting of fibre, ribbon, tape 
and sheet of line-origin transverse texture. 

20. A mesophase pitch-based tape obtainable from a method 
as defined in any one of claims 1 to 19. . 

21. A mesophase pitch-based tape as claimed in claim 20 
having a cross-sectional area of 500x10 (Mm) ^ and exhibiting a 
tensile strength of about IGPa. 

22. A mesophase pitch-based tape as claimed in claim 20 
heat-treated to 2700'>C and having a cross-sectional area of 
about 8000 (/xm)^ wherein said tape exhibits an electrical 
resistivity of about 1-2/zQm. 

23 . A mesophase pitch-based tape as claimed in any of 
claims 20 to 22 comprising a flat layer transverse texture. 

24 . A mesophase pitch-based tape as claimed in any of 
claims 20 to 23 comprising graphite basal planes parallel to 
the major surface of the tape. 

25. A mesophase pitch-based tape as claimed in any of 
claims 20 to 24 comprising an extended graphitic plane 
structure . 
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26. A process for preparing a bulk carbon material 
comprising: processing mesophase pitch-based tape as defined 
in any of claims 20 to 25. 

27. A process as claimed in claim 26 wherein processing 
comprises: laminating or pressing the tape. 



A process as claimed in claim 26 or 27 wherein 
processing comprises: pressing the tape. 



28 



29. A process as claimed in any of claims 26 to 28 wherein 
the mesophase pitch-based tape is stabilised prior to 
processing. 

30. A process as claimed in any of claims 26 to 29 
comprising carbonising or graphitising the material after 
processing. 

31. A bulk carbon material obtainable by conducting a 
process as defined in any of claims 26 to 30. 

32. use of a mesophase pitch-based tape as defined in any 
of claims 20 to 25 in the manufacture of polymer matrix 
composites, carbon matrix composites or metal matrix 
composites. 
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I. Basis of th rep rt ^ , ■ 

Description, pages: 

1 .22 as originally filed 



Claims, No.: 

1-24 



as received on 25/06/2001 with letter of 



Drawings, sheets: 

1 /4^/4 filed with the demand 



These elements were available or furnished to this Authority in the following language: . which is: 

□ the language of a translation furnished for the purposes of the international search (under Rule 23.1 (b)). 

□ the language of publication of the international application (under Rule 48.3(b)). 

□ the language of a translation fumished for the purposes of international preliminary examination (under Rule 

55.2 and/or 55.3). 

3 With regard to any nucleotide and/or amino acid sequence disclosed in the intematton^' application, the 
ll^ternaSai preliminary examination was carried out on the basis of the sequence listing. 
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□ filed together with the international application in computer readable fomn. 
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□ The statement that the subsequently fumished written sequence listing does not go beyond the disclosure .n 
the international application as filed has been fumished. 

□ The statement that the information recorded in computer readable fom, is identical to the written sequence 
listing has been fumished. 

4. The amendments have resulted in the cancellation of: 

□ the description, pages: 

□ the claims, Nos.: 
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INTERNATIONAL PRELIMINARY International application No. PCT/G BOO/02363 
EXAMINATION REPORT - SEPARATE SHEET _ 



Relloned statement under Rule 66.2{a)(ii) with regard to novelty, inventive step or 
industrial applicability; citations and explanations supporting such statement 

There is novelty and inventive step of the method defined in the amended set of claims 
over D1 (abstract of JP-A-62078220) and D2 (EP-A-0 463 170) since the methods 
defined in present claims 1 and 18. including the specific combination of aspect ratio 
and shear rate, are not suggested in the available prior art. 

D1 discloses the melt spinning of "optically anisotropic" pitch (anisotropic=mesophase) 
through slitted holes with an aspect ratio of 2-300 and at a draft ratio of from 10-3000. 
whereas D2 shows the following parameters: 
Example 1 : aspect ratio = 100; shear rate = 24 961 s'^ 
Example 1 : aspect ratio = 100; shear rate = 12 480 s"' 
Example 1 : aspect ratio = 33; shear rate = 41 390 s"' 

By carfully controlling the shear rate and draw ratio, mesohase pitch-based tapes can 
be obtained which have the planar moleculaes predominantly arranged parallel to the 
major tape surface thereby leading to surprising advantages such as low electrical 
resistivity, high thermal conductivity, and high tensile strength. 

In contrast, the novelty and inventive step of present claims 13 and 23 being drafted In 
form of a "product-by-process" claim cannot be acknowledged. 
Claim 13 now includes the additional feature that the tape comprises "graphite basal 
planes parallel to the major surface of the tape". This amendment does not necessanly 
represent a novelty-establishing feature. Although, this feature is not disclosed exEhcrthi 
in either D1 or D2. it may be assumed with reasonable expectation (of. process 
features disclosed in the cited prior art) that the products of D1 and/or D2 may also 
satisfy this additional requirement, ie that all product features are inherently disclosed in 
said patents. 

Moreover, it should be bom in mind that a new process does not necessanly lead to a 
new product. The product per se should be new and inventive over the cited prior art. le 
a product claim should include at least one distinguishing and inventive feature so as to 
satisfy the requirements of Art. 33 (2)/(3) PCT. 
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R It m VII 

Certain defects in the international application 

The description has not been adapted to the language of the new set of claims. 

Contra^ to the requirements of Rule 5.1 (a)(ii) PCT, the relevant background art 
disclosed in the document D1 is not mentioned in the descnplion, nor is this document 

Td—'^iLing the prior art descrt^^ 
in the description either. 



Re Item VIII 

Certain observations on the international application 

Taking into account the explanations given in the letter of 25.06.2001 (cf page 2), it 
appears that an essential feature is not defined in claim 1. In said letter of reply is 
stated twice that the 'surprising advantages" are achieved (solution of the problem 
posed) by a method including an additional "heat treatment" of the tape. 
Sinceindependent claims 1 and 18 do not contain this feaO-re they do n<rt me^t «ie 
requirement following from Article 6 PCT taken in combination with Rule 6-3 (b) PCT 
that any independent claim must contain aU the technical features essential to the 
definition of the invention. 

Further, contrary to the requirements of Art. 6 PCT claim 18 is not clear 

processing steps are no. defined clear^ (ie are not defined at all). This claim includ^ a 

reference to claims 13-17, however, theses claims do not include any processing step 

either. 
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CLAIMS 

1. A method for preparing mesophase /pitch-based tape 
comprising : 

extruding mesophase pitch througl( a slot -shaped die with 
an aspect ratio of 10 or more and/drawing at a draw ratio 
greater than 5. 



2. A method as claimed in claiim 1 comprising: stabilising 
the mesophase pitch-based tape 

3. A method as claimed in yfclaim 1 or 2 comprising: 
oxidatively stabilising thfe mesophase pitch-based tape. 



4. A method as claimed in any preceding claim wherein the 
planar molecules arrange mainly parallel to the major 
surface of the mesophas'e pitch-based tape. 

5. A method as claimid in any of claims 1 to 3 wherein the 
planar molecules arra'nge mainly perpendicular to the major 
surface of the mesomase pitch-based tape. 



6. A method as cla'imed in any preceding claim wherein the 
mesophase pitch b^feed tape is subjected to an elevated 
temperature . 

7 . A method as fclaimed in any preceding claim wherein the 
aspect ratio of/the die is 20 or more, particularly 
preferably 3 0 Jr more, more preferably 40 or more, more 
especially preferably about 50 or more, even more especially 
preferably 60 /or more, yet even more especially preferably^ 
70 or more. , _ ,^ ^ 

1 ;ow V"- 
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8 . A method as claimed in any preceding /laim further 
comprising the step of carbonisation or ^raphitisation. 

9. A method as claimed in any preceding claim wherein the 
shear rate in the die is lOOOs"^ or mc^te . 

/ 

10. A method as claimed in claim 9/ wherein the shear rate 
in the die is in the range 1000 to/saOOOs'^ 

/ 

11. A method as claimed in either of claims 9 or 10 wherein 
the shear rate in the die is in ^jthe range 1000 to 50003"^ 

12. A method as claimed in anj of claims 1 to 10 wherein 
the shear rate in the die is in the range 5000 to 330003'^ 

/ 

13 . A method as claimed in claim 9 wherein the die has an 
aspect ratio of about 50 and fehe shear rate is in the range 
5400 to 11100s"\ I 

I 

14 . A method as claimed in fclaim 9 wherein the die has an 
aspect ratio of about 50 and the shear rate is in the range 
1900 to 4000s-^ i 

15. A method as claimed in claim 9 wherein the die has an 
aspect ratio of about 80 4nd the shear rate is in the range 
1700 to 4900s"\ I 

16 . A method as claimed [in claim 9 wherein the die has an 
aspect ratio of about 80 |and the shear rate is in the range 
6600 to 126003-^ I 



17. A method as claimed {in any preceding claim wherein the 
draw ratio is greater than 10. 
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18. A method as claimed in any preceding claim wherein the 
tape is of flat -layer transverse texture, said method 
further comprising: laminating the tape with a material 
capable of controlling the thermomecKanical properties, 
transport properties or resistace to oxidation of the tape. 

19 . A method as claimed in claim 18 wherein the material is 
selected from the group consistindl of fibre, ribbon, tape 
and sheet of line-origin transverse texture. 

20. A mesophase pitch-based ta|ie obtainable from a method 

as defined in any one of claims' 1 to 19. 

jj 

i 

21. A mesophase pitch-based tape as claimed in claim 20 
having a cross-sectional area! of 500x10 (^in)' and exhibiting a 
tensile strength of about IG^a. 

I 

22. A mesophase pitch-based^ tape as claimed in claim 20 
heat-treated to 2700°C and leaving a cross- sectional area of 
about 8000(/xm)^ wherein said tape exhibits an electrical 
resistivity of about 1.2/iQm^. 

i 

23 . A mesophase pitch-basfed tape as claimed in any of 
claims 20 to 22 comprising a flat layer transverse texture. 

24 . A mesophase pitch-based tape as claimed in any of 
claims 20 to 23 comprising graphite basal planes parallel to 
the major surface of the tape. 



25. A mesophase pitch-based tape as claimed in any of 
claims 20 to 24 comprising an extended graphitic plane 
structure. / 
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26 . A process for preparing a bulk carbon material 
comprising: processing mesophase pitcy-based tape as defined 
in any of claims 20 to 25. 



27. A process as claimed in claiW 26 wherein processing 
comprises: laminating or pressing/ the tape. 



28. A process as claimed in claim 26 or 27 wherein 
processing comprises: pressing /the tape. 



29. A process as claimed in any of claims 26 to 2 8 wherein 
the mesophase pitch-based tap^'e is stabilised prior to 
processing. t 

i- 

30. A process as claimed in any of claims 26 to 29 
comprising carbonising or gxaphitising the material after 
processing . 



31. A bulk carbon material 
process as defined in any 



32. Use of a mesophase p,: 



obtainable by conducting a 
of claims 26 to 30. 



tch-based tape as defined in any 



of claims 2 0 to 25 in the manufacture of polymer matrix 
composites, carbon matrix' composites or metal matrix 
composites . 
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Description, pages: 

-,.22 as originally filed 

as received on 25/06/2001 with letter of 25/06/2001 



Claims, No. 
1-24 



Drawings, sheets: 

1 /4.4/4 filed with the demand 



.1 tho oipmpnts marl<ed above were available or furnished to this Authority in the 
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These elemsnts were available or furnished to this Authority in the .o,to«ing language: , »hich is: 

□ the language o. a translation furnished for the purposes of the »,tem.,lona, search (under Rule 23.1 (b)). 

D the language of publication of the international application (under Rule 48.3(b)). ,,„HprRule 
O Z language of a translation furnished for me purposes o, international preliminary exam,na.,on (under Rule 

55.2 and/or 55.3). 

. t-^o ,nri/or amino acid sequence disclosed in the international application, the 

□ contained in the international application in written form. 

□ filed together with the international application in computer readable form. 

□ fumished subsequently to this Authority in written form. 

□ furnished subsequently to this Authority in computer readable form. .nH thP disclosure in 

□ Thestatementthatthesubsequent.yfurnishedwri«ensequence.istingdoesnotgobeyondthed.sclosure. 

the international application as filed has been furnished. 

□ rsrarn!enttharme,nfo,n,a.ionrecordedincon,pu.erreadab,e,orn,isiden.K=altothewnt.ense<,uence 

listing has been furnished. 
4. The amendments have resulted in the cancellation of: 



□ the description, pages: 

□ the claims, Nos.: 
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□ the drawings, sheets: 

5. □ This report has been established as i, (some ^) the -end^^^^^^^ had not been made, sinoe they have been 

considered to go beyond the disclosure as filed (Rule 70.2(c)). 

(Any replacement Sheet containing such amendments must be referred found 

report.) 

6. Additional observations, if necessary: 

V Reasoned statement under Article 35(2) with regard to novelty, inventive step or industrial applicability; 
" citations and explanations supporting such statement 

1. Statement 
Novelty (N) 

Inventive step (IS) 



Yes: 


Claims 




No: 


Claims 


1-24 


Yes: 


Claims 




No: 


Claims 


1-24 


Yes: 


Claims 


1-24 


No: 


Claims 





2. Citations and explanations 
see separate sheet 

VII Certain defects in the international application 

The following defects in the form or contents of the international application have been noted: 
see separate sheet 

VIII Certain observations on the international application 

The following observations on the clarity of the claims, description, and drawings or on the question whether the 
claims are fully supported by the description, are made: 
see separate sheet 
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Reasoned statement under Rule 66.2(a)(ii) with regard to novelty, inventive step or 
industrial applicability; citations and explanations supporting such statement 

There is novelty and inventive step of the method defined in the amended set of claims 
over D1 (abstract of JP-A-62078220) and D2 (EP-A-0 463 170) since the methods 
defined in present claims 1 and 18, including the specific combination of aspect ratio 
and shear rate, are not suggested in the available prior art. 

D1 discloses the melt spinning of "optically anisotropic" pitch (anisotropic=mesophase) 
through slitted holes with an aspect ratio of 2-300 and at a draft ratio of from 10-3000, 
whereas D2 shows the following parameters: 
Example 1: aspect ratio = 100; shear rate = 24 961 s"^ 
Example 1: aspect ratio = 100; shear rate = 12 480 s^ 
Example 1 : aspect ratio = 33; shear rate = 41 390 s"" 

By carfully controlling the shear rate and draw ratio, mesohase pitch-based tapes can 
be obtained which have the planar moleculaes predominantly arranged parallel to the 
major tape surface thereby leading to surprising advantages such as low electrical 
resistivity, high thermal conductivity, and high tensile strength. 

In contrast, the novelty and inventive step of present claims 13 and 23 being drafted in 
form of a "product-by-process" claim cannot be acknowledged. 
Claim 13 now includes the additional feature that the tape comprises "graphite basal 
planes parallel to the major surface of the tape". This amendment does not necessarily 
represent a novelty-establishing feature. Although, this feature is not disclosed explicitly 
in either D1 or D2, it may be assumed with reasonable expectation (cf. process 
features disclosed in the cited prior art) that the products of D1 and/or D2 may also 
satisfy this additional requirement, ie that all product features are inherently disclosed in 
said patents. 

Moreover, it should be born in mind that a new process does not necessarily lead to a 
new product. The product per se should be new and inventive over the cited prior art, ie 
a product claim should include at least one distinguishing and inventive feature so as to 
satisfy the requirements of Art. 33 (2)/(3) PCT. 
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R It m Vn 

Certain defects in the international application 

The description has not been adapted to the language of the new set of claims. 

Contrary to the requirements of Rule 5.1 (a)(ii) PCT. the relevant background art 
disclosed in the document D1 is not mentioned in the description, nor is this document 
identified therein. 

A document reflecting the prior art described on page 3 last paragraph, is not identified 
In the description either. 



Re Item Vlll 

Certain observations on the International application 

Taking into account the explanations given in the letter of 25.06.2001 (of. page 2), it 
appears that an essential feature is not defined in claim 1. In said letter of reply it is 
stated ^Adce that the "surprising advantages" are achieved (solution of the problem 
posed) by a method including an additional "heat treatment" of the tape. 
Since independent claims 1 and 18 do not contain this feature they do not meet the 
requirement following from Article 6 PCT taken in combination with Rule 6.3 (b) PCT 
that any Independent claim must contain ah the technical features essential to the 
definition of the invention. 

Further contrary to the requirements of Art. 6 PCT claim 18 is not clear since the 
processing steps are not defined cleariy (ie are not defined at all). This claim includes a 
reference to claims 13-17. however, theses claims do not Include any processing step 
either. 
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CLAIMS 

1. A method for preparing mesophase pitch-based tape 

comprising: 

extruding mesophaae pitch through a slot-shaped die with 
an aspect ratio of 50 or more and drawing at a draw ratio 
greater than 5, wherein the shear rate in the die is in the 
range 1000 to 50005'^. 

2. A method as claimed in claim 1 comprising: stabilising - ■ 
the mesophase pitch-based tape. 

3 A method as claimed in claim 1 or 2 comprising; 
oxidatively stabilising the mesophase pitch-based tape- 

4 A method as claimed in any preceding claim wherein the 
planar molecules arrange mainly parallel to the major surface 
of the mesophase pitch-based tape. 

5 A method as claimed in any preceding claim wherein the 
mesophase pitch based tape is subjected to an elevated 
temperature. 

6 A method as claimed in any preceding claim wherein the 
aspect ratio of the die is 60 or more, preferably 70 or more. 

7 A method as claimed in any preceding claim further 
comprising the step of carbonisation or graphitisation. 

8 A method as claimed in claim 1 wherein the die has an 
aspect ratio of about 50 and the shear rate is in the range 
1900 to 4000s"^ 
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] A method as claimed in claim 1 wherein the die has an 
aspect ratio of about 80 and the shear rate is in the range 
1700 to 49005"^. 

10. A method as claimed in any preceding claim wherein the 
draw ratio is greater than 10. 

11 A method as claimed in any preceding claim wherein the 
tape is of flat-layer transverse texture, said method further 
comprising : laminating the tape with a.materxal. capaJ^le of . 
controlling the thermomechanical properties, transport 
properties or reaistace to oxidation of the tape. 

12 A method as claimed in claim 11 wherein the material is 
selected from the group consisting of fibre, ribbon, tape and 
sheet of line-origin transverse texture. 

13 A mesophase pitch-b^^ed tape obtainable from a method as 
defined in any one of claims 1 to 12 comprising graphite 
basal planes parallel to the major surface of the tape. 

14 A mesophase pitch-based tape as claimed in claim 13 
having a cross-sectional area of 500x10 (unv>^ and exhibiting a 
tensile strength of about IGPa. 

15. A mesophase pitch-based tape as claimed in claim 13 
heat-treated to 2700»C and having a cross-sectional area of 
about 8000 (pm)S wherein said tape exhibits an electrical 
resistivity of about 1.2vinm. 

16 A mesophase pitch-based tape as claimed in any of claims 
13 to 15 comprising a flat layer transverse texture. 

17. A mesophase pitch-based tape as claimed in any of claims 
13 to 16 comprising an extended graphitic plane structure. 
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^8, A process for preparing a bulk carbon material 
comprising: processing luesophase pitch-based tape as defined 
in any of claims 13 to 17. 

19. A process as claimed in claim 18 wherein processing 
comprises: laminating or pressing the tape. 

20. A process as claimed in claim la or 19 wherein 
processing comprises: pressing the tape- 

21. A process as claimed in any of claims 18 to 20 wherein 
the mesophase pitch-based tape is stabilised prior to 
processing. 

22. A process as claimed in any of claims 18 to 21 
comprising carbonising or graphitising the material after 
processing. 

23. A bulk carbon material obtainable by conducting a 
process as defined in any of claims 18 to 22. 

24. Use of a mesophase pitch-based tape as defined in any of 
claims 13 to 17 in the manufacture of polymer matrix 
composites, carbon matrix composites or metal matrix 
composites . 
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